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(54) METHOD AND EQUIPIVIENT FOR VACUUM CARBURIZATiON AND PRODUCTS OF 
CARBURIZATION 



(57) In order to keep down soot production and to 
enable every part of the workplece, including deep con- 
cavities to be uniformly carburized by vacuum cartxiriz- 
ing, and to enable decreases in the quantities of gas 
and heat employed, carburizing treatment is performed 
in the heating chamber 2 of a vacuum carfc)urizing fur- 
nace 1 with workpieces M being heated while acetylene 
gas is supplied from a cartxirizing gas source C inside 
the heating chamber 2, and the inside of the heating 
chamber 2 being evacuated by a vacuum evacuatk)n 
source V to give a vacuum of si kPa. 
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Description 

FI^M^QFTHE INVENTION 

The present invention relates to a vacuum carixjriz- s 
ing method, a vacuum cartxjrizing device for canrying 
out this method, and cart)urized steel products. 

DESCRIPTION OF THE PRIOR ART 

10 

The cart}urizing treatment most widely employed as 
a method for surface improvement of iron and steel is 
generally gas carburizing in a gaseous atmosphere; 
however, gas cartxirizing has the problems of producing 
an abnormal surface layer, having inadequate furnace is 
structure for high-temperature cartxirization. producing 
soot, and having many cartjurizing conditions which are 
complicated to control, etc., and vacuum carburizing 
methods using a vacuum carburizing furnace have been 
disclosed in order to overcome these problems. 20 

In prior vacuum cartxirizing methods a gaseous 
saturated aliphatic hydrocaibon is used as the carlxjriz- 
ing gas. Thus, methane type gases such as methane 
gas (CH4), propane gas (C3H8) and butane gas (C4H10) 
have been employed as gaseous saturated aliphatic 25 
hydrocarbons; these cartxjrizing gases are supplied 
directly to the heating chamber of a vacuum carburizing 
furnace in which wort^ieces comprising steel material 
are heated to about 900-1 000'*C. and it is thermolysed 
in the heating chamber and the activated carix>n pro- 30 
duced in this process penetrates into the surface of the 
steel material, so as to cause cartxjrizing and disper- 
sion from the surface thereof. 

In order to supply the carburizing gas fully to the 
surface of the work in this case it is necessary that the 3s 
carburizing gas permeates the total surface of the work- 
pieces, and therefore the heating chamber holding the 
work-pieces is held at a vacuum, and the pressure of 
the furnace is varied by stinging the cartxirizing gas 
above as it is supplied, or by pulsed admission. 40 

In this connection, the perception in prior method of 
vacuum carburizing is that a hydrocarbon should gener- 
ally be employed as the carburizing gas in order to give 
strong catburizing, and of the hydrocart)ons, gaseous 
saturated aliphatic hydrocarbons such as methane type 4s 
gases such as those above are employed. 

The reason is that it is perceived among those 
skilled in the art that methane type gases are stable in 
the temperature range up to about 1100°C at which 
steel materials are carburized. and carburizing power so 
becomes stronger as molecular weight increases 
although stability deaeases and soot is produced, 
whereas it is perceived gaseous unsaturated aliphatic 
hydrocarbons such as acetylenic gases are more unsta- 
ble than methane type gases and thermolysis proceeds ss 
better than carburizing so that when used as carburizing 
gases they simply produce soot, and are not at all suit- 
able as carburizing gases (see Kawakami & Qosha 



"Kinzoku hyomen koka shori gijutsu" [Metal surface 
hardening treatments" Miki Shoten (25 October 1971) p. 
139). 

Consequently, in practice only gaseous saturated 
aliphatic hydrocarbon methane type gases such as 
methane gas (CH4). propane gas (CSaHg) and butane 
gas (C4H10) employed as carburizing gases, and 
gaseous unsaturated hydrocarbon acetylene type 
gases have been ignored. 

However, although the conventional vacuum carbu- 
rizing method has solved the quality problems with gas 
cartxirizing, it still involves the problems listed below. 

These include the following. 

1 . A lot of soot is produced, making the operation of 
maintenance complicated and dirty. 

2. Uniform cartaurizing is difficult without decreasing 
the quantity of workpieces inserted into the heating 
chamber and increasing the quantity of gas. 

3. It is inadequate for cartxirizing small diameter 
holes and nanrow crevices in workpieces. 

4. Equipment costs are high, and it is restricted to 
special uses. 

5. Productivity is low and treatment costs are high 
compared with gas carburation. 

The mechanism of thermolysis of prior cari^urizing 
Qa& is shown by the equations below. 

CsHs-^tCJ + CgHs + Hg 

C2H6 ^ [C] + CH4 + H2 

CH4 ^ [C] + 2H2 

In the equations above, [C] is the activated carbon 
that contributes to cartxirizing. Activated cariaon from 
decomposition in the space inside the furnace other 
than the surface of the work simply becomes soot, and 
this is the cause of soot production in vacuum carburiz- 
ing. 

Measures in order to decrease the productbn of 
this soot include the following. 

a. Using the cartxjrizing gas diluted with an inert 
gas (gas pressure as in the prior method) in order 
to nfiake the quantity of cartxjrizing gas in the fur- 
nace as dilute as possible. 

b. Mixing an oxygen source (e.g. an alcohol) with 
the cartxirizing gas to an extent which will not pro- 
duce an abnormal layer, so that part of the activated 
cari3on is enployed for cartxirizing as CO and 
excess CO gas is expelled from the furnace. 

c. A measure which has benefits other than coun- 
tering soot involves generating a plasma near the 
mik surface to ionize the dilute cariburizing gas 
and effectively employ attraction to the work sur- 
ftice, so that little soot is generated by decomposi- 



3 



EP0818555A1 



4 



tion in the rest of the furnace space (plasma 

cartsurizing). 

All of these countermeasures can deaease the 
quantity of soot generated, but they have the problem 
that due to this equipment and treatment costs are 
raised and the original merits of vacuum carburizing are 
lost. 

Also, when it comes to trying to get uniform caitju- 
rizing it is impossible to avoid variation in carburised 
case depth with vacuum carburizing using a methane 
type gas as the cartxirizing gas when the gap between 
loaded workpieces Is inadequate or when the work- 
pieces have small diameter holes or nan^ow crevices 
because adequate cartxirized case depth is not 
obtained deep inside holes or the crevices or when 
neighbouring pieces are too close together. For exam- 
ple, when carburizing treatment was performed within a 
furnace in a heating chamt)er fitted with a gas circula- 
tion device, gas mixing device or high-speed gas spray- 
ing device, when holes 4 mm in diameter and 28 mm 
deep were opened in the workpieces the effective car- 
burized case depth at the bottom of the holes was about 
0.30 mm as opposed to about 0.51 mm in the outside 
surface of the work. 

It is suggested that this variation in carburized case 
depth occurs because the number of hydrogen atoms is 
large relative to the number of cart)on atoms, and on 
decomposition in the heating chamber to produce 
atomic carbon there are more hydrogen molecules in 
the gas produced by decomposition and this decreases 
the mean free path of carburizing molecules. 

In order therefore to perform cartxjrizing treatment 
so that the desired carfxirized case depth can be 
ensured on the inner wall surface of small diameter 
holes, carburizing treatment is performed by supplying 
carbon into holes, or by supplying more carf)urizing gas 
than is necessary and flow mixing of the gas. and this 
results in an Increase In the quantity of soot generated. 

SUMMARY OF THE INVENTION 

The present invention is a response to problems 
such as those described above, and its aim is to offer a 
vacuum carburizing method and device, and carburized 
steel products, which keep down the production of soot, 
enable uniform carburizing of the whole surface of woric 
pieces Including the Inner walls of deep concavities, and 
save on the quantity of gas and the quantity of heat 
employed. 

A vacuum carburizing method according to the 
present invention is a method in which carfsurizing treat- 
ment is performed by vacuum heating of workpieces 
from a steel material in the heating chamber of a vac- 
uum carburizing furnace, and supplying a carburizing 
gas into the heating chamber. 

characterized in that a gaseous unsaturated 
aliphatic hydrocarbon is employed as the carburizing 



gas, and that carburizing treatment is performed with 
the heating chancer at a vacuum of ^1 kPa. 

The use of an acetylenic gas, and especially acety- 
lene gas. as the gaseous unsaturated hydrocart)on 
5 above is desirable. 

Moreover, a vacuum cart)urizing method according 
to the present invention can be applied to carbonitriding 
treatment in which nitrogen (N) is penetrated into the 
surface of the steel material at the same time as cart>on 
10 (C). as well as to simple vacuum carburizing. In this 
case. amn%)nia gas (NH3) for example can be added as 
a gaseous nitrogen source in addition to acetylene gas 
as a carburizing gas. 

Simllariy. a vacuum carburizing device according to 
IS the present invention is provided with a vacuum cartxj- 
rizing chamber provided with a heating chamber for 
heating workpieces from a steel material, and a carbu- 
rizing gas source which supplies an acetylenic gas into 
the heating chamber above, and a vacuum evacuation 
20 source which evacuates the heating chamber, charac- 
terized in that vacuum carburizing is performed at ^1 
kPa. 

Moreover, steel products cart)unzed by the present 
invention are steel products provided with closed holes 

25 with an inner diameter D in which the inner wail of the 
dosed holes are cartxirized, characterized in that the 
region over which carburized case depth in the inner 
wall surface of the closed holes above is virtually uni- 
form extends to the depth L from the open end of the 

30 holes where the depth L is in the range 1 2 to 50. 

In order to achieve vacuum cartxirizing (deaeased 
pressure gas carburizing) without soot it is desirable 
that there is no decomposition in the furnace other than 
for the carbon which contributes directly to cartxjrizing, 

35 and therefore it is desirable that in as far as possible the 
carbon source supplied into the furnace is decomposed 
or reacted only at the surface of the wori^siece. and not 
othenMse decomposed or reacted on the furnace mate- 
rial or in the furnace space. 

40 From the point of view of this condition it is desira- 
ble that the carburizing gas is a chemically unstable 
active gas rather than the type of stable methane type 
gas employed as carburizing gas in the prior vacuum 
carburizing method. 

45 Accordingly, in the vacuum carburizing method 
according to the present Invention an unsaturated 
aliphatic hydrocarbon gas which is more chemically 
active and reacts and deconposes more readily than 
saturated aliphatic hydrocartx)n gases such as meth- 

50 ane gas or propane gas, etc., is employed as the carbu- 
rizing gas. 

However, with these unstable gases soot is pro- 
duced more easily by thermolysis than in the case of 
saturated hydrocar1x)n$ empk3yed in the prior art when 
55 the dwell time in the furnace exceeds a limit, and there- 
fore the time the gas stays inside the furnace needs to 
be strictly limited, and It needs to be expelled outskle 
the furnace in a time within a range adequate for reac- 



5 



EP0818555A1 



6 



tion and decomposition at the workpiece surtace but 
inadequate for thernnolysis. 

Consequently, in the vacuum caiturizing method 
according to the present invention the vacuum cart)uriz- 
ing method is realized with an extremely low pressure 
inside the furnace conpared with the prior vacuum car- 
burizing method, at 1 kPa, in order to shorten the time 
that the carturizing gas stays inside the furnace so that 
the decomposition reaction occurs at the workpiece sur- 
face and hardly any soot Is produced in the space inside 
the furnace. 

Similarly, in order to move the composite gas pro- 
duced after supplying the carbon decomposed at the 
surface of the Wi3riq3iece and distribute newly supplied 
gas, in the prior vacuum carburizing method the gas 
pressure is made somewhat high (15-70 kPa) and the 
composite gas is decreased by decreasing the pressure 
using mixing within the furnace such as a fan or by puls- 
ing the input of gas, and new high pressure gas is 
admitted in pulses to ensure the quantity of carbon sup- 
plied to the workpiece surface. Naturally, this means 
that much more carburizing gas is supplied than is 
needed for carburizing. and this helps to produce nwre 
soot. 

By contrast, in the vacuum carburizing method 
according to the present invention a gaseous unsatu- 
rated aliphatic hydrocarbon is employed as the carburiz- 
ing gas. and ethylene gas (C2H4) or acetylene gas 
(C2H2) which are gaseous unsaturated aliphatic hydro- 
carbons differ from the methane type gases previously 
employed in that the number of hydrogen atoms is 
smaller compared with the nunt>er of caitx>n atoms. 

For this reason, when the cartxirizing gas decom- 
poses In the heating chamber to produce atomic car- 
bon, not many molecules of decomposition gases such 
as hydrogen gas. etc., are produced, and therefore the 
number of hydrogen gas molecules that can hinder con- 
tact of carburizing gas molecules with the workpiece 
can be decreased. As a result, since the pressure dur- 
ing carburizing treatment Is low and the mean free path 
of the carburizing gas molecules is extended, it 
becomes easy for the molecules of carburizing gas to 
penetrate into the inner walls around deep concavities 
in the workpiece; since moreover, the carburizing gas 
molecules are chemically active and they are of a read- 
ily decomposed unsaturated hydrocarbon, they react 
readily with the workpiece surfece in a short time even 
when not sul^ected to high temperature and not fOr a 
long time, and together with the fact that atomic cart)on 
from deposition can be supplied to the workpiece sur- 
face this means that every part of the workpiece can be 
uniformly cartxjrized. 

The uniformity of this carburizing is better the lower 
the pressure in the furnace. In this connection, in work- 
pieces provkied with closed holes of inner diameter D. 
when carburizing treatment is performed with a pres- 
sure inside the furnace of 0.02 kPa a depth L of a region 
in which total cart)urized case depth is almost uniform is 



achieved up to an UD ratio of 36. If the pressure Inside 
the furnace is made even lower a depth L of the region 
in which the total carburizing depth is almost uniform will 
be achieved up to an L/D of 50. Such a figure cannot of 

5 course be achieved with prior gas carburizing, or with 
vacuum carburizing or plasma cartxjrizing. 

In the present invention carburizing featment is 
performed at 51 kPa. which is extremely low compared 
with prior vacuum carburizing, and therefore the time 

10 from being supplied to the heating chamber to being 
withdrawn by the suction means for maintaining low 
pressure, i.e. the dwell time of the gas in the heating 
chamber, becomes short Because the dwell time is 
short the carburizing gas which is not decomposed in 

15 that time can be removed from the heating chamber 
before it can be decomposed in the heating chamber 
and produce soot, and ttie production of soot in the 
heating chamber can be prevented. 

Consequently, although a gaseous unsaturated 

20 hydrocart)on which Is unstable and decomposes readily 
is enrptoyed as tiie carburizing gas, it becomes possible 
to carburize workpieces while preventing soot produc- 
tion without hindering carburizing because the neces- 
sary quantity of carburizing gas can be decomposed by 

25 contact with the surface of the workpiece within the 
short time to bring about cart)urlzing, while the non- 
decomposed carburizing gas prone to produce soot is 
expelled directly from the heating chamber together 
with the gas produced after decomposition (hydrogen 

30 gas, etc.). The feet that gas produced by decomposition 
Is also expelled from the heating chamber within a short 
time can also contrfoute to further extending the mean 
free path of the carburizing gas molecules, and contrib- 
ute to the uniform carburizing of every part of the work- 

35 piece. 

Moreover, by determining the quantity of carburiz- 
ing gas expelled by the evacuation pump It is possible to 
regulate properly the quantity of carburizing gas admit- 
ted to tiie heating chamber and thereby to keep the 

40 quantity of carburizing gas employed to a minimum. 

Also, because a chemically active gaseous unsatu- 
rated aliphatic hydrocart)on which readily reacts and 
decomposes is employed as the cartxirizing gas in ttie 
vacuum carburizing method according to the present 

45 invention, the gas can react readily with the workpiece 
surface and decompose to bring about cart)urizing with- 
out supplying more carburizing gas than is necessary 
as in tiie case of prior methane gases, so that the quan- 
tity of gas supplied can be kept down to a number of 

50 carbon atoms within about twice the total quantity of 
cartx)n necessary for carburizing the surface of the 
workpieces. In this connection, a quantity of carburizing 
carbon of the order of several tens of times tiiat neces- 
sary is supplied to the furnace in prior vacuum carburiz- 

55 ing. Moreover, in the vacuum carburizing metiiod 
according to the present invention carburizing is per- 
formed at a low pressure of ^1 kPa so that the heating 
chamber itself manifests an adiat>atic effect relative to 
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the outside of the heating chamber, so that there is littie 
radiant heat loss and the quantity of heat required to 
maintain the temperature inside the heating chamber 
can be decreased. 

Therefore, the vacuum carburizing method of the 
present invention gives considerable benefits in that 
soot production can be kept down compared with prior 
vacuum cartxjrizing methods despite daring to employ 
as carburizing gas gaseous unsaturated aliphatic 
hydrocartsons, which have been ignored in the prior art 
as merely being prone to produce soot, every part of the 
workpiece Including the inner wall surface of deep con- 
cavities can be evenly carfourized, and the quantity of 
gas and heat employed can be decreased. 

Moreover, with the vacuum cartxjhzing method 
according to the present invention the heating chamber 
manifests an adiabatic effect relative to the outside of 
the chamber because the inside of the heating chamber 
is held at a low pressure of ^1 kPa; therefore the need 
for water cooling or heat insulation of the vacuum cham- 
ber itself is deaeased. and consequently the structure 
off the outer wall of the vacuum vessel including the 
heating chamber needs only consider the maintenance 
of low pressure and does not need to have a special 
insulating structure, and this can contribute towards 
decreasing the number of manufacturing processes and 
the cost of manufacture. 

In passing, ion carburizing and plasma carburizing 
are known methods for low-pressure carburizing of 
worKpieces. but with these carburizing methods the pro- 
duction of carburizing variation is unavoidable when the 
workpiece has deep concavities because ionized gas 
cannot reach the bottom of concavities, and although 
less soot is produced than with prior vacuum carburiz- 
ing methods the production of soot cannot be kept down 
as in the vacuum cartxjrizing method of the present 
invention; moreover, they have the drawt)ackthat equip- 
ment costs are high. 

When acetylene gas is employed as the ethylenic 
gas or acetylenic gas used as a gaseous unsaturated 
aliphatic hydrocartx)n there are fewer component hydro- 
gen atoms than In the case of ethylene gas, it is more 
active and performs carburizing treatment more easily, 
the quantity employed can be decreased, and treatment 
costs can be decreased. 

Moreover, by performing carbonitriding treatment 
by adding ammonia (NH3) for example as a gaseous 
nitrogen source in addition to acetylene gas as a cartxj- 
rizing gas, it becomes possible to quench at a lower 
tenperature. and distortion is deaeased. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 is a cross-sectional diagram showing the 
form of 1 ennbodiment of a vacuum cart)urizing device 
according to the present invention. 

Figure 2 is a diagram showing the operating pattern 
of a vacuum carburizing furnace according to the 



present invention. 

Figure 3 is a cross-sectional diagram of a sample 
carburlzed by the vacuum carburizing method of the 
present invention. 
5 Figure 4 is graphs showing the relationship 
between cartxirized case depth and the pressure inside 
the furnace when carrying out the vacuum carlxjrizing 
method of the present invention, and the production of 
soot. 

10 Figure 5 is a cross-sectional diagram showing the 
whole of the carburized layer in a sample caitxjrized by 
the vacuum carburizing method of the present inven- 
tion, and a graph representing the uniformity of cartxi- 
rized case depth. 

15 

DESCRIPTION OF PREFERRED EMBODIMENTS 

The form of embodiments of the present invention 
is explained below on the basis of the diagrams. 

20 Figure 1 is a diagram showing the form of one 
embodiment of a vacuum carburizing device according 
to the present invention: a vacuum carburizing furnace 1 
is provided with a heating chamber 2 covered by a vac- 
uum vessel 4, and a cooling chamber 3 adjoining this 

25 heating chamber 2. 

The heating chamber 2 is constituted from a heat- 
generating element 2a which is chemically and 
mechank:ally stable in a high temperature vacuum envi- 
ronment and in the atmosphere, and a heat-insulating 

30 material 2b. As the heat-generating element 2a a heat- 
generating element of silicon carbide subjected to 
recrystallization treatment or such an element with an 
alumina spray coated layer formed on the surface 
thereof can be employed. As the heat-insulating mate- 

35 rial 2b highly pure ceramic f tores can be employed. The 
outer wall of the cooling chamber 3 is constituted by part 
of the vacuum vessel 4, and it is provided with an oil 
tank 3a. 

A vacuum evacuation source V is connected to both 

40 the heating chamber 2 and the cooling chamber 3; the 
heating chamber 2 is also connected to a carburizing 
gas source C of acetylene gas dissolved in acetone 
which can supply acetylene gas, and the cooling cham- 
ber 3 is connected to an inert gas source G of nitrogen 

45 gas. etc., which can be pressurized to atmospheric 
pressure or above. 

At the upstream end of the heating chaniber 2 there 
is an entry door 5 and at the downstream end there is a 
middle door 6. and at the downstream end of the cooling 

so chamber 3 there is an exit door 7; and there is an inter- 
nal conveying device 8 which conveys workpieces M 
from the upstream end of the heating chamber 2 to the 
downstream end of the cooling chamber 3. In the cool- 
ing chamber 3 there is a vertically travelling platform 9 

55 for putting the workpiece M into the oil tank 3a and tak- 
ing it out. Moreover, in the heating chamber 2 there are 
heating parts in the inner entry door and 5a and inner 
nrnddle door 6a the ends of which are closed. 
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The method for vacuum carburizing employing a 
vacuum carburizing device constituted in this manner is 
next explained with reference to Figure 2. The heating 
chamber 2 is preheated to the desired temperature at 
atmospheric pressure. 5 

Pr ogQgg l 

The entry doors 5. 5a are opened and a 1st work- 
piece Ml is conveyed into the heating chamber 2. after io 
which the entry doors 5, 5a are immediately closed. 

PrQ9g^2 

The heating chamber 2 is evacuated to a vacuum of is 
0.05 kPa by the vacuum evacuation source V while the 
1st workpiece Ml is vacuum heated to the desired tem- 
perature (900**C), after which acetylene gas from the 
carburizing gas source C is supplied into the heating 
chamber 2 (at this time the pressure inside the heating 20 
chamber 2 becomes 0.1 kPa). and carburizing is per- 
formed. The supply of acetylene gas is stopped, diffu- 
sion is performed with the vacuum inside the heating 
chamber 2 again at 0.05 kPa, and soaking heat treat- 
ment is performed with the temperature falling to the 25 
quenching temperature of 850''C. Meanwhile, the cool- 
ing chamber 3 is evacuated. 



30 



The middle doors 6, 6a are opened, the 1st work- 
piece Ml is moved by the internal conveying device 8 
orrto the vertically travelling platform 9 of the cooling 
chamber 3, and then the middle doors 6, 6a are imme- 
diately cfosed. 35 

The cooling chamber 3 is pressurized to atmos- 
pheric pressure or above by supplying an inert gas from 40 
the inert gas source G, as the vertically travelling plat- 
form 9 is lowered to quench the 1st workpiece M1 . Dur- 
ing this process, air is introduced into the high- 
temperature heating chamber 2 to bring It to atmos- 
pheric pressure, and then the entry doors 5, 5a are 45 
opened, a 2nd workpiece M2 is carried into the heating 
chamber 2. and then the entry doors 5, 5a are Immedi- 
atety closed. In passing, the reason for pressurizing the 
cooling chamber to atmospheric pressure or above is to 
prevent the air introduced into the heating chamber 2 so 
from entering the cooling chamber 3. 

The vertically travelling platform 9 is raised, the exit ss 
door 7 is opened, the Ist workpiece Ml is immediately 
conveyed outside the furnace 1 , the exit door 7 Is imme- 
diately closed, and the cooling chamber 3 is vacuum 



cooled. Meanwhile the 2nd workpiece M2 Is handled as 
In Process 2. 

Thereafter carburizing of successive workpieces is 
ordinarily performed by repeating Processes 3-5. 

Rgure 3 shows a cross-sectional diagram of an 
example of a workpiece caiburized in this way: sample 
workpieces 10 of outer diameter 20 mm and length 30 
mm provided with closed holes 1 1 of inner diameter 6 
mm and depth 28 mm and closed holes 12 of inner 
diameter 4 mm and depth 28 mm were placed 300 at a 
time on palettes 400 mm wide. 600 mm long and 50 mm 
high and 6 of these palettes were placed one on top of 
the other in the heating chamber 2. and when treated at 
a carburizing temperature of 900*'C, with a carburizing 
time of 40 minutes, a diffusion time of 70 minutes and a 
quenching temperature of 850**C the effective carbu- 
rized case depth to of each workpiece was about 0.51 
mm, and the effective carburized case depth t2 at the 
bottom of the small-diameter holes 12 was about 0.49 
mm. Thus, it was demonstrated that with the vacuum 
cartsurizing method of this embodiment cariburizing 
treatment of every part could be peribrmed evenly with 
a variation of about 0,02 mm. 

Moreover, no accumulation of soot was noticeable 
in the heating chamber 2 even after repeating the exper- 
iment several hundred times. Similarly, when dosed 
holes 4 mm In Inner diameter and 50 mm deep were put 
in samples almost twice as long as the sample 1 0 above 
and they were cariMrized in the same way the differ- 
ence between effective carixjrized case depth in the 
outer suriace and effective carburized case deptii at the 
bottom of the holes could be kept down to about 0.03 
mm. showing that with the vacuum carburizing method 
of this embodiment it Is possible to perform uniform car- 
burizing of every part. 

In this connection, when workpiece samples 10 
were carburized by a prior vacuum cartxjrizing method 
using a prior methane type gas as the carburizing gas, 
cariburizing variability was produced despite carburizing 
for about twice the time and supplying ^10 times as 
much caridurizing gas Into the heating chamber 2, with 
the effective carburized case depth in the outer surface 
of the worl^iece samples 10 being 0.51 mm and the 
effective carburized case depth of the bottom of holes 
12 with an inner diameter of 4 mm being 0.30 mm. 
Moreover, with the prior vacuum cari3urizing method 
there was burn-out when cartxirizing was repeated 5-20 
times, a large quantity of soot accumulated inside the 
heating chamber 2 and cleaning was necessary. With 
the gas cartxirizing generally earned out it could not be 
expected that cartxirizing would reach the bottom of 
holes 12. 

In passing, by performing cartxjrizing with a vac- 
uum of ^1 kPa inside the heating chamber in the vac- 
uum cartxjrizing method of the present Invention It is 
possible to avoid variability in cariburizing workpieces 
even though acetylene gas is employed as the cartburiz- 
ing gas, and cartxirizing can be performed while keep- 
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ing down soot production; however, performing 
cartsurizing treatment with a pressure inside the heating 
chancer which exceeds 1 KPa is undesirable; it 
becomes difficult to keep down soot production, and 
carburlzing also becomes uneven. s 

By further lowering the pressure inside the heating 
chamber it is possible to increase the benefits of the 
methods of the present invention, and the adiabatic 
effect of the heating chamber itself can also be mani- 
fested more effectively so that water-cooling or insula- ro 
tion. etc., becomes unnecessary and the energy saving 
benefits can be heightened, so that from this point of 
view it is desirable that carburizing treatment is per- 
formed with the pressure inside the heating chamber 
preferably decreased to ^.3 kPa, and more preferably is 
to ^0.1 kPa. 

Figure 4 is graphs showing the relationship 
between carturized case depth and pressure inside the 
furnace, and soot production, when carburizing treat- 
ment at a temperature of 930°C was carried out on sam- 20 
pies (SCM415) 20 mm in diameter and 30 mm long 
provkled with closed holes 6 mm in diameter and 27 
mm deep, using acetylene gas with a holding time, car- 
burizing time and diffusion time (see Figure 2) of 30 
minutes, 30 minutes and 45 minutes respectively. Line A 25 
represents the changes in cartnjrized case depth at the 
bottom of the closed holes, and line B shows changes in 
cartxirized case depth in the surface of the workpiece 
sample. 

It is clear from Figure 4 that in relation to the surface 30 
of the sample a nearly constant carburized case depth 
is obtained when the pressure inside the furnace is ^1 .0 
kPa. However, in order to cartxirize the inside and out- 
side of closed holes uniformly it is desirable that the 
pressure inside the furnace be ^.3 kPa. 35 

Looking at soot production: there is no problem pro- 
vided that the pressure inside the furnace is ^1 .0 kPa. 

Figure 5 is a aoss-sectional diagram showing the 
state of the cartxjrized layer formed by carrying out the 
carburizing method of the present invention on samples 40 
(SCM415) 20 mm in outer diameter and 182 mm long 
provided with closed holes 1 75 mm deep and 3.4 mm in 
inner diameter, and a graph representing the uniformity 
of carburizing. In this case the temperature inside the 
furnace was 930''C. the pressure inside the furnace 4s 
0.02 kPa and the sum of carburizing time and diffusion 
time was 430 minutes; the samples were loaded as 
desaibed previously. 

It is clear from Rgure 5 that in the inner wall of the 
closed holes a region of almost uniform total carburized so 
case depth (2.1 mm) was achieved for a depth of 122 
mm from the opening of the closed holes, and the total 
cartxjriztng depth became zero at a depth of 156 mm. 
Thus, when the inner diameter of closed holes is D and 
the depth from the open end of the holes of a region ss 
within which total carburized case depth is almost uni- 
form is L, the region Is achieved within the range of L/D 
to 36. Thus, the lower the pressure inside the furnace 



the greater is the uniformity of carburizing, and it is pos- 
sible that by lowering the pressure inside the furnace 
further the depth is the region L in which total carburiz- 
ing is almost uniform would reach to about 50 in L/D. 

Claims 

1. A vacuum carburizing method which is a vacuum 
carburizing method in which carburizing treatment 
is performed by vacuum heating worl^ieces from 
steel material in the heating chamber of a vacuum 
carburizing furnace, and supplying a cartxirizlng 
gas to the heating chaml>er, 

characterized in that a gaseous unsaturated 
aliphatic hydrocarbon is employed as said cartxtriz- 
ing gas, and that cart)urizing treatment is performed 
with the heating chamber at a vacuum of not more 
than 1 kPa. 

2. A vacuum carburizing method according to Claim 1 , 
wherein said unsaturated aliphatic hydrocarbon 
comprises an acetylenic gas. 

3. A vacuum cart)urizing method according to Claim 2, 
wherein said acetylenic gas comprises acetylene 
gas. 

4. A vacuum cartxirizlng method according to Claim 1 . 
wherein said carbonltriding treatment is performed 
by adding a gaseous nitrogen source to said carbu- 
rizing ga& 

5. A vacuum carburizing device comprising a vacuum 
carburizing furnace provided with a heating cham- 
ber for heating workpieces comprising steel mate- 
rial, a caiturizing gas source which supplies an 
acetylenic gas into said heating chamber, and a 
vacuum evacuation source which evacuates sakl 
heating chamber, wherein said vacuum cartxjrizing 
is performed at not more than 1 kPa. 

6. A cartxjrized steel product which is a steel product 
provided with closed holes in which the inside walls 
of said holes are carburized having an inner diame- 
ter D and a depth L of a region over which the car- 
burized case depth in the inner walls of the 
aforementioned closed holes is almost uniform 
characterized in that a ratio of L/D is in the range of 
12-50. 

7. A carburized steel product according to Claim 6 
wherein said ratio L/D is in the range 12-36. 
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